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(54) Method for depositing a layer on a surface of a substrate 



(57) A trench-f ill material is deposited to fill a trench 
in a substrate disposed in a process chamber. An inert 
gas is introduced into the process chamber and a plas- 
ma is formed to heat the substrate to a preset temper- 
ature, which is typically the temperature at which depo- 
sition Of the trench-fill material is to take place. The plas- 
ma is terminated upon reaching tho preset tflmpflratu re 
for the substrate. A process gas is then flowed into the 
process chamber without plasma excitation until the 
process gas flow and distribution achieve a generally 
steady state in the process chamber. A plasma is then 
formed to deposit the trench-fill material on the surface 
of the substrate and fill the trench. By establishing gen- 
erally steady state conditions in the chamber prior to 
deposition, transient effects are reduced and more uni- 
form deposition of the trench-fill material Is obtained. 
The step of forming the plasma typically includes cou- 
pling source plasma energy into the process chamber 
at a total power density of at least about 15 Watts/cm 2 . 
The energy is inductively coupled into the process 
chamber by coupling a top coil with a top portion of the 
procoec chambor above the surface of the substrate and 
coupling a side coil with a side portion of the process 
chamber generally surrounding the side edge of tho 
substrate. The top coil is powered at a top RF power 
level to produce a top power density and the side coil is 
powered at a side RF power level to produce a side pow- 
er density. The total RF power density is equal to the 
sum of the top and side power densities. The top power 
density and the side power density desirably have a ratio 



of at least about 1.5. The high source plasma power 
density generates a high ion density plasma and pro- 
duces a more directional deposition, and a higher top 
power density relative to the side power density produc- 
es a more uniform plasma over the substrate, resulting 
in improved trench fill, particularly for aggressive trench- 
es having aspect ratios of about 3*1 to 4:1 . The process 
gas typically includes silicon, oxygen, and an inert com- 
ponent having a concentration of less. than aboul 40%, 
by volume. In specific embodiments, the concentration 
of the inert component is equal to about 0%. 
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[0001] The present invention relates to the fabrication 
of integrated circuits. More partk:u1ai1y3t|^pi^dnHh^ 
vention is directed toward a method and apparatus for 
achieving void-free trench fill on substrates having high , 
aspect ratio trenches. 

[0002] Semiconductor device geometries continue to 
decrease in size, providing more devices per unit area 
on a fabricated wafer. These devices are initially isolated 
from each other as they are built into the wafer, and they 
are subsequently interconnected to create the specific 
circuit configurations desired. Currently, some devices 
are fabricated with feature dimensions as small.as 0.08 
jim. For example, spacing between devices such as 
conductive lines or traces on a patterned wafer may be 
separated by 0.08 |im leaving recesses or gap*> of a 
comparable size. A nonconductive layer of dielectric 
material, such as silicon dioxide, is typically deposited 
over the features to fill the aforementioned gap and in- 
sulate the features from other features of the integrated 
circuit in adjacent layers or from adjacent features in the 
same layer. 

[0003] Shallow trench isolation ("STI") is a technique 
for isolating devices having feature dimensions of under 
about 1 um Fig. 1 shows an example of an STI trench 
substrate 10, such as a semiconductor wafer, having 
two islands 12 covered by a trench mask 13. A trench 
14 is disposed between the two islands 12 which define 
the sidewalls 16 of the trench 14. The mask 13 is typi- 
cally a patterned trench mask layer made of a relatively 
hard material such as silicon nitride (SiN) used in form- 
ing the trench. A thermal oxide layer (not shown) is 
grown on the surfaces of the trench 14: The silicon ni- 
tride mask 1 3 prevents oxidation of the silicon substrate 
10 where active devices are to be formed, and is also 
referred to as the oxidation mask. The trench 14 is filled 
by depositing an insulating or dielectric material 1 8 such 
as silicon dioxide over the entire trench mask 13. The 
silicon dioxide overfills the trench 14 to create an irreg- 
ular top surface topography. The excess material along 
with the silicon nitride mask 13 Is typically removed to 
planarize the trench 1 4 so that the trench-fill material 1 8 
is flush with the islands 1 2. 

[0004] One gap-fill issue encountered when the fea- 
ture dimensions of the integrated circuits decrease is 
that It becomes difficult to fill the trenches, as In the case 
of STI structures. This problem is referred to as the gap- 
fill problem find ir, rlnora ibixl bolow in conjunction w '*h 
Figs. 1 and 2. In the vertical cross-sectional view of Fig. 
1 , the sidewalls 1 6 of the trench are formed by one edge 
of each of the two adjacent islands 12. During deposi- 
tion, dielectric gap-fill material 18 accumulates on the 
surfaces 20 of the islands 12 as well as on the substrate 
surface, and forms overhangs 22 located at the corners 
24 of the islands 12. As deposition of the gap-fill material 
18 continues, the overhangs 22 typically grow together 
faster than the trench 14 is filled until a dielectric layer 



26 is formed, creating an interior void 28, shown more 
clearly in : Fijg. 2. In this fashion, the dielectric layer 26 
prevents deposition into the terior void 28. The interior 

^^ ^yoid^28 can^)e problematic u device fabrication, oper- 

5 ation, and reliability. 

■ [0005] Many different techniques have been imple- 
mented to improve the gap:filling characteristics of die- 
lectric layers, including deposition etch-back (dep-etch) 
techniques. One such dep-etch technique involves 

10 physical sputtering of the dielectric layer by ion bom- 
bardment to prevent the formation of voids during a dep- 
osition process. The effects of the physical sputtering 
dep-etch technique is shown in Fig. 3. As shown in Fig. 
3, ions 30 incident on this dielectric material transfer en- 

15 ergy thereto by collision, allowing atoms 32 to overcome 
local binding forces and eject therefrom. During the dep- 
etch technique, dielectric material fills the trench 14 
forming a surface 34. The-surface 34 lies in a plane that 
extends obliquely to the sidewalls 16, commonly re- 

20 . ferred to as a facet. This dep : etch technique may be ap- 
plied sequentially so that the dielectric layer 26 is de- 
posited and then subsequently etched followed by dep- 
osition of additional dielectric material. Alternatively, the 
deposition process and the etch process may occur con- 

25 currently. Whether the deposition and etching are se- 
quential or concurrent, the first order effects on the pro- 
file of the surface of the dielectric layer 26 profile are the 
same. 

[0006] Typically, a plasma-chemical vapor deposition 
30 (CVD) process is employed to deposit a dielectric layer 
using the dep-etch technique. A plasma is generated to 
produce chemical reactive plasma species (atoms, rad- 
icals, and ions) that are absorbed on the surface of the 
substrate. For example, a plasma-enhanced chemical 
35 vapor deposition (PECVD) process, including a high- 
density plasma-chemical vapor deposition (HDP-CVD) 
process (e;g., a plasma formed by applying RF power 
to an inductive coil or by electron cyclotron resonance 
chemical vapor deposition (ECR-CVD) process), may 
40 be employed. The plasma CVD processes typically al- 
low deposition of high quality films at tower temperature 
and with faster deposition rales than are typically pos- 
sible employing purely thermally activated CVD proc- 
esses. 

45 [0007] Referring to Figs. 3 and 4, after an extended 
dep-etch technique, the portion of the dielectric layer 26 
positioned adjacent lo the corners 24, regardless of the 
spacing between the conductive features 1 2, has a cur 
torso 34 that fomif. an oblique* anglo with respect to the 

so plane in which the substrate 1 0 lies. Thereafter, planari- 
zation may be accomplished by an extended planariza- 
tion etch technique where physical sputtering is bal- 
anced with the deposition so that very narrow features 
become completely planarized. Alternatively, a sepa- 

55 rate planarization process may be employed that is ca- 
pable of smoothing or eliminating the remaining steps 
of the large features. 

[0008] Another gap-fill issue arises vyhen the gap di- 



2 



3 



fcP 1 158 071 A2 



4 



o 

o 



5 

CO 



mehsions become increasingly narrow and deep so that 
the void 28 of Fig. 2 that can form will be. deep. Such a 
gap is characterized by a high aspect iratio, which is de- 
fined as the depth 'ofrthe gap divided by?its*width, of typ- 
ically greater than about 3:1 . It is difficult to^achieve gap 5 
fill for deep voids without clipping or sputtering the sili- 
con nitride mask 13. This clipping problem is described 
in connection with Fig. 5.. To achieve void-free gap fill, 
conventional approaches decrease the deposition rate 
relative to the sputter rate to keep the gap open during 10 
the dep-etch process. To continue improving gap fill, 
lower deposition-to-sputter or deposition-to-etch (dep- 
etch) ratios become necessary. The lower dep-etch ratio 
causes the oblique facet 34 to move further apart and 
closer to the silicon nitride mask 1 3. If the dep-etch ratio 15 
is sufficiently low, the facet 34 will reach the silicon ni- 
tride mask 1 3 and the corners 24 of the mask 1 3 will be 
sputtered or clipped, as illustrated in Fig. 5. The-clipping 
raises integration concerns during planarization and can 
lead to gate wrap around and device performance deg- 20 
radation. 

[0009] Providing void-free gap fill is also important in 
processes such as the formation of inter-metal dielectric 
(IMD) layers, and pre-metal dielectric (PMD) layers. In 
an IMD process, for example, an insulating layer of typ- 25 
ically an undoped Si0 2 or fluorine-doped oxide is 
formed between metal interconnect layers. Although 
clipping of the metal interconnect layers generally does 
not occur, similar problems of forming a void-free gap- 
fill layer with superior gap-filling characteristics arise, 30 
particularly for high aspect ratio gaps. 
[0010] What is needed is a method and an apparatus 
for depositing a gap-fill layer on a substrate with superior 
gap-filling characteristics and little or no clipping of 
trench masks or other circuit elements. 35 
[0011] The present invention provides a method and 
apparatus for depositing a dielectric layer employing a 
dep-etch technique to perform gap fill with little or no 
void formation and clipping. The invention achieves 
void-free gap fill by raising the source plasma power *o 
densities to increase the ion density and to generate a 
more directional deposition oriented into the gap, and 
by shifting the source plasma power density to concen- 
trate a higher percentage of the power density above 
the gap to be filled to produce a more uniform deposition ^ 
over the substrate. 

[0012] The gap-fill layer Is deposited employing a 
high-density plasma-chemical vapor deposition (HDP- 
CVD) system, such as an Applied Materials, Inc. Ultima 
HDP-CVD System Typically, a shallow trench having a so 
high aspect ratio of about 3:1 or higher may be present 
on a substrate upon which the dielectric layer is to be 
deposited, with the substrate being positioned in a proc- 
ess chamber of the HDP-CVD system. Deposition gas- 
es, such as a silicon source gas and an oxygen source 55 
gas are flowed across the surface of the substrate along 
with an inert gas. An RF source generator and an RF 
bias generatorare each in electrical communication with 



the process chamber to form a plasma from the process 
gas mixture (deposition and inert gases) to generate re- 
active plasma species for sputtering. The energy from 
the RF source generator is inductively coupled into the 
process chamber, while the energy from the RF bias 
generator is capacitively coupled into the process cham- 
ber. 

[0013] Although sputtering can eliminate overhangs 
and keep the gap open during gap fill, excessive sput- 
tering can lead to void formation by redeposition of the 
sputtered material. The gap-fill dep-etch chemistry is 
preferably adjusted to control the sputter rate relative to 
deposition rate to reduce or eliminate void formation 
caused by redeposition. For instance, the amount of the 
inert gas component in the process gas can be adjusted 
to raise or lower the sputtering energy and the sputter 
rate and can be optimized to achieve superior gap-filling : 
characteristics. Moreover, redeposition is less likely to 
occur at high temperatures because the sputtered ma-, 
terial will tend to return to the vapor phase upon contact 
with a hot surface. 

[0014] In accordance with an aspect of the invention, 
a process gas is flowed into a process chamber in a 
method for depositing a layer on a surface of a substrate 
having a trench and disposed in the process chamber. 
The substrate has a side edge generally surrounding the 
surface. The process gas includes silicon, oxygen, and 
an inert component. The concentration of the inert com- 
ponent in the process gas is less than about 40%, in 
volume. A plasma is formed in the process chamber to 
deposit the layer on the surface of the substrate and fill 
the trench. The formation of the plasma includes cou- 
pling source plasma energy into the process chamber 
at a total substrate power density of at least about 15 
Watts/cm 2 . In one embodiment, the energy is inductively 
coupled into the process chamber by coupling a top RF 
coil atatop RF power level with a top portion of the proc- 
ess chamber above the surface of the substrate to pro- 
duce a top power density, and coupling a side RF coil 
at a side RF power level with a side portion of the proc- 
ess chamber generally surrounding the aide edge of the 
substrate to produce a side power density. The total 
power density is equal to the sum of the top power den- 
sity and the side power density The top power density 
and the side power density have a ratio of at least about 
1.5, more desirably at least about 2. This represents a 
significant shift of puwei concentration to the top from a 
ratio ol typically about 0.4 in previous processes. In one 
embodiment, the top power density is about 13.7 Watts/ 
cm 2 to about 16.9 Watts/cm 2 , and the side RF power 
density is about 4.1 Watts/cm 2 In ahoul 7.6 Watts/cm 2 , 
and Ihe concentration of the inert component is less than 
about 15%, by volume. In a specific embodiment, the 
concentration of the inert component is about 0%. 
[0015] The reduction in the concentration of inert gas- 
es may also avoid clipping during trench fill. For in- 
stance, the present invention substantially avoids sput- 
tering the trench mask or sputters the trench mask at a 
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substantially lower riate than the sputter rate of the 
trendvfill dielectric material in an STI procedure. This < 
is accomplished by adjusting the trench-fill dep-etch 
cheriYistry. Specifically, it was discovered that the energy v 
required to sputter the trench mask which is typically 
formed from silicon nitride is higher than that required 
to sputter the dielectric material such as silicon dioxide. 
The sputtering energy of the reactive plasma species 
varies with changes in the chemistry of the process gas 
mixture. The chemistry can be selected to produce pre- 
dominately plasma species that have sputtering energy 
sufficient to sputter the dielectric material but insufficient 
to cause any significant sputtering of the trench mask. 
For instance, it was discovered that argon ions have 
enough sputtering energy to sputter silicon dioxide die- 
lectric material and silicon nitride mask, while' oxygen 
ions have sputtering energy sufficient to sputter silicon 
dioxide, but cause little or no sputtering of silicon nitride. 
In this fashion , the sputter rate of the trench mask is sub- 
stantially decreased relative to the sputter rate of the 
dielectric material, thereby reducing the possibility of 
clipping the trench mask. The decreased trench mask 
sputter rate allows decreasing the deposition rate of the 
dielectric material relative to its sputter rate to achieve 
void^-free trench fill with little or no trench mask clipping. 
[0016] To further improve gap-filling characteristics, 
the inventors have discovered that it is advantageous to 
reduce or eliminate the transient effects during the initial 
deposition of the gap-fill layer, particularly forfilling gaps 
with very high aspect ratios of greater than about 4:1. 
The transient effects produce nonuniform deposition 
which typically manifests itself in void formation in the 
gap-fill layer. The present invention reduces transient 
effects by introducing an inert gas into a process cham- 
ber and striking a plasma to heat the substrate to a pre- 
set temperature, which may be the temperature at which 
deposition is to occur. Upon reaching the preset temper- 
ature, the plasma Is turned off and the process gas Is 
flowed into the chamber without plasma excitation until 
the process gas flow and distribution achieve a gener- 
ally steady state or equilibrium In the chamber so that 
the gas components of the process gas are uniformly 
provided to the surface of the substrate. A plasma is 
then formed to deposit the gap-fill layer on the surface 
of the substrate and fill the trench In the substrate. The 
preset temperature is typically about 350-450°C for IMD 
and about 600-760°C for STI, for example. 
[0017] For a further understanding of the objects and 
advantages of the present invention, reference should 
be made to the ensuing detailed description of embod- 
iments of the invention taken in conjunction with the ac- 
companying drawings. 

Ficj. 1 is h verlioHl cross-RRclionHl view of h suh- 
strate, demonstrating accumulation of dielectric 
material upon a shallow trench associated there- 
with, employing prior art deposition methods; 
Fig. 2 is a vertical cross-sectional view of the sub- 



strate shown in Fig. 1, demonstrating an interior 
void associated with prior art deposition methods; 
Fig. 3 is a vertical cross-sectional view of the sub- 
- strate shown in Figsv 1 and 2 in which a deposition- 
5 etch method is employedto remove the interior void 
shown in Fig. 2 in accordance with a prior art meth- 
od; 

Fig; 4 is a vertical, cross-sectional view of the sub- 
strate shown in Figs 1, 2 and 3 demonstrating the 

10 contour- of a dielectric layer disposed employing a 
prior art deposition etch method; 
Fig. 5 is a vertical, cross-sectional view of a sub- 
strate, demonstrating the use of a deposition-etch 
method to fill with dielectric material a trench with a 

is highaspect ratio associated therewith and the clip- 
ping of trench mask layer associated with the 
trench; 

Fig. 6 is a schematic diagram comparing the sput- 
tering energy for argon ions and oxygen ions; 
20 Fig. 7 is a schematic diagram illustrating variation 
of sputter rate with concentration of argon in the 
process gas mixture; 

Fig. 8 is a simplified diagram of one embodiment of 
an HDP-CVD system according to the present in- 
25 vention; 

Fig. 9 is a simplified cross-section of a gas ring that 
may be used in conjunction with the exemplary CVD 
process chamber of Fig. 8; 

Fig. 1 0 is a simplified diagram of a monitor and light 
30 pen that may be used in conjunction with the exem- 
plary CVD process chamber of Fig. 8; 
Fig. 1 1 is a flow chart of an exemplary process con- 
trol computer program product used to control the 
exemplary CVD process chamber of Fig. 8; 
35 Fig. 1 2 is a cross-sectional view of an integrated cir- 
cuit formed employing the present invention; 
Fig. 13 is a cross-sectional view of a substrate with 
a gap; 

Fig. 14 is a flow diagram of the method In accord 
40 with an embodiment of the present invention; 

Fig. 15 Is a cross-sectional view of the substrate 
shown in Fig. 1 3 with a gap-fill layer disposed ther- 
eon; 

Fig. 16 is an SEM (scanning electron micrograph) 
m cross-sectional view of an STI trench fill layer 
lormed on a substrate having trenches with an as- 
pect ratio of 3.0:1 using a side RF source power 
density of 2. 1 Watts/cm 2 and a top RF source power 
density of 5.4 Watts/cm 2 ; 
so Fig. 1 7 is an SEM cross-sectional view of an STI 
trench-fill layer formed on a substrate having 
trenches with an aspect ratio of 3.3:1 using a side 
RF source power density of 4.1 Watts/cm 2 and a 
lop RF source power density of 10.8 Watts/cm 2 ; 
55 Fig. 18 is an SEM cross-sectional view of an STI 
trench-fill layer formed on a substrate having 
trenches with an aspect ratio of 4.2:1 using a side 
RFsource power density of 5.7 Watts/cm 2 1 a top RF 
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source power density : of 15.3 Watts/cm 2 , and a 
20-second heating period; . 
FiQv 19 is an SEM cross-sectional view of an STI 
trench-fill layer -formed on, a; substrate having 
trenches with an aspect ratio of 4:2:1 using a side 
RRsource power density of 5.7 Watts/cm 2 , a top RF 
source power density, of 15.3 Watts/cm 2 , and a 
60-secbnd -heating period; • 
Fig. 20 is an SEM cross-sectional view of an IMD 
layer formed on gaps having, a width of 0.2 [im and 
a height of 0.6 ujti using.a side RF source power 
density of 4.1 Watts/cm 2 and a top RF source power 
density of 9.9 Watts/cm 2 with about 37%. of argon, 
by volume, in the process gas during deposition of 
the IMD layer; 

Fig, 21 is an SEM cross-sectional view of an IMD 
layer formed on gaps having a width of 0.2 jim and 
a height of 0.6 \w\ using a side RF source power 
density of 5.7 Watts/cm 2 and a top RF source power 
density of 1 5.3 Watts/cm 2 with about 37% of argon, 
by volume, in the process gas during deposition of 
the IMD layer; and 

Fig. 22 is an SEM cross-sectional view of an IMD 
layer formed on gaps having a width of 0.2 fim and 
a height of 0.6 jim using a side RF source power 
density of 5.7 Watts/cm 2 and a top RF source power 
density of 1 5.3 Watts/cm 2 with no argon in the proc- 
ess gas during deposition of the IMD layer. 

1 . Introduction 

[001 8] An aspect of the present invention is based on 
achieving void-free gap fill by raising the source plasma 
power densities to increase the ion density and to gen- 
erate a more directional deposition oriented into the gap, 
and by shifting the source plasma power density to con- 
centrate a higher percentage of the power density above 
the gap to be filled to produce a more uniform deposition 
over the substrate. Another aspect of the invention re- 
lates to reducing or eliminating the transient effects dur- 
ing the initial deposition of the gap-fill lay^r by striking a 
plasma with an inert gas in the process chamber to heat 
the substrate to a temperature generally equal to that at 
which deposition is to occur. The process gas is then 
flowed into the chamber without plasma excitation to al- 
low the process gas flow and distribution to achieve a 
generally steady slate or equilibrium in the chamber be- 
fore a plasma Is formed to deposit the gap-fill layer 
[0019] Another aspect of the present invention is 
based on shifting the dep-etch gap-fill chemistry so that 
little or no trench mask material can be sputtered in an 
STI application. The rate of sputter deposition is deter- 
mined largely by sputtering yield. Sputtering yield is a 
function of the angle of incidence of the bombarding ions 
relative to the target material. In addition, sputtering 
yield also depends on factors that include the target ma- 
terial, mass of the bombarding ions, and energy of the 
bombarding ions. There is a minimum threshold energy 



for sputtering that is approximately equal to the heat of 
sublimation (e.g., .13.5 eV for silicon). In the energy 
range of sputtering (10-5000 eV), the sputtering yield 
increases with ion energy and mass. For instance, ar- 

5 gon has a much higher energy of collision for sputtering 
than oxygen because oxygen is less than half in mass 
compared to argon. As a result, argon has a much high- 
er sputtering yield than oxygen. It is possible, therefore, 
to select and manipulate gap-fill chemistry to provide 

10 significantly less sputtering yield forthe trench mask lay- 
er than for the dielectric layer. Furthermore, the sputter- 
ing yield is temperature-dependent because the sput- 
tering energy increases with a rise in temperature. Sput- 
tering of the trench mask can further be reduced by ma- 

15 nipulating the temperature at which the dep-etch proc- 
ess; occurs. 

[0020] . In one embodiment, a dielectric layer formed 
from silicon dioxide is deposited on a shallow trench sil- 
icon substrate employing a standard HDP-CVD system. 

20 The substrate has a trench mask layer formed from sil- 
icon nitride. The deposition takes place in a process 
chamber in which a dep-etch gas mixture is flowed 
across the surface of the substrate. A typical dep-etch 
sputtering gas mixture includes a silicon source gas 

25 such as silane (SiH 4 ), an oxygen source gas such as 
molecular oxygen (0 2 ), and an inert gas such as argon 
(Ar). The gas mixture reacts chemically, and deposits 
the silicon dioxide dielectric layer and produces argon 
ions (Ar+) and oxygen ions (O ) for sputtering. As illus- 

30 trated in Fig. 6, the sputtering energy distribution E Ar for 
argon ions is higher than the sputtering energy distribu- 
tion E 0 for oxygen ions. Fig. 6 also shows that the silicon 
nitride mask requires a higher energy E n for sputtering 
than the silicon dioxide dielectric layer E 2 - The argon 

35 ions have sufficient energy to sputter both silicon nitride 
and silicon dioxide. On the other hand, some of the ox- 
ygen ions have enough energy to sputter silicon dioxide, 
but may produce little or no sputtering of silicon nitride. 
By eliminating or significantly reducing the amount of ar- 

40 gon in the dep-etch gas composition, it is possible to 
decrease the deposition-to-sputter ratio to fill the trench 
with little or no sputtering of the silicon nitride trench 
mask layer. The temperature can also be lowered nnrly 
in the deposition so that even less sputtering of the sil- 

45 icon nitride mask occurs, since sputtering energy de- 
creases with a drop in temperature. In this fashion, the 
deposition of the dielectric layer having superior gap- 
filling characteristics may be achieved for trenches hav- 
ing high aspect ratios without sacrificing the integrity of 

so the trench mask layer. 

[0021] Because the elimination of argon lowers 
throughput, such a procedure is most desirable for filling 
very aggressive gaps having aspect ratios of about 3:1 
or higher. For less aggressive gaps, it can be more ad- 

55 vantageous to include in the process gas mixture a small 
percentage of argon to increase the overall deposition 
rate while still minimizing the sputtering of the silicon ni- 
tride mask. In that case, the percentage of argon is se- 
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lected sothat the sputter rate of the silicon nitride mask 
will be at an acceptable level in comparison with the 
sputter rate of the silicon dioxide dielectric layer. Fig: 7 
schematically illustrates the variation of sputter rate' of < 
silicon nitride and silicon dioxide with concentration of 
ai^on in the process gais mixture; As shown by the curve 
SR^when argon is eliminated;the sputter rate of silicon 
nitride is virtually zero. The sputter rate of silicon dioxide 
is illustrated by the curve SR 2 . At low argon concentra- 
tion levels, the sputter rate for silicon dioxide is higher 
than that for silicon nitride due to sputtering by the oxy- 
gen ions. The sputter rate of silicon nitride exceeds that 
of silicon dioxide at higher argon concentration levels 
and for the bulk of the argon concentration range. The 
plot of Fig 7 can be used to select an argon concentra- 
tion level to yield the desired deposition result. It is also 
possible to vary the argon concentration throughout the 
dep-etch process. For instance, one may eliminate ar- 
gon during the early stages of the trench-fill process and 
introduce argon at a later time after the depth of the 
trench has decreased and the possibility of clipping is 
reduced. 



II. An Exemplary CVD System 

[0022] Fig. 8 illustrates one embodiment of an HDP- 
CVD system 36, in which a dielectric layer according to 
I the present invention can be deposited. The system 36 

CO includes a process chamber 38, a vacuum system 40, 
LLI a source plasma system 42; a bias plasma system 44, 
SO a gas delivery system 46, and a remote plasma cleaning 
system 48. 

[0023] An upper portion of process chamber 38 in- 
cludes a dome 50, which is made of a dielectric material, 
such as alumina or aluminum nitride. The dome 50 de- 
fines an upper boundary of a plasma processing region 
52. The plasma processing region 52 is bounded on the 
bottom by the upper surface of substrate 54 and the sub- 
strate support member 56. 

[0024] A heater plate 50 and a cold plate 60 surmount, 
and are thermally coupled to, the dome 50. The heater 
plate 58 and the cold plate 60 allow control of the dome 
temperature to within about ± 10°C over a range of 
about 1 00°C to 200*C. This allows optimizing the dome 
temperature for the various processes. For example, it 
may be desirable to maintain the dome at a higher tem- 
perature for cleaning or etching processes than for dep- 
osition processes. Accurate control of the dome temper- 
ature also reduces the flake or particle counts in the 
process chamber and improves adhesion between the 
deposited layer and the substrate. 
[0025] The lower portion of process chamber 38 in- 
cludes a body member 62, which joins the process 
chamber to the vacuum system. A base portion 64 of 
the substrate support member 56 is mounted on, and 
forms a continuous inner surface with , body member 62. 
Substrates are transferred into and out of process 
chamber 38 by a robot blade (not shown) through an 



insertion/removal opening. 95 in the side of process 
chamber 38. A motor (not shown): raises and lowers a 
lift^pin plate^(not shown) >that raises .and. lowers lift* pins 
(not shown) that raise and lower the wafer. Upon trans- 

5 fer into process chamber 38, substrates are loaded onto 
the raised lift pins, and then lowered to a substrate re- 
ceiving portion 66 of substrate support member 56. Sub- 
strate receiving portion 66 includes am electrostatic 
chuck 68 that secures thesubstrate to substrate support 

10 member 56 during substrate processing. 

[0026] The vacuum system 40 includes a throttle body 
70, which houses twin-blade throttle, valve 72 and is at- 
tached to gate valve74 and turbomolecular pump 76. It 
should be noted that throttle body 70 offers minimum 

15 obstruction to gas flow, and allows symmetric pumping. 
The gate valve 74 can isolate the pump 76 from the 
throttle body 70,and can also control process chamber 
pressure by restricting the exhaust flow capacity when 
throttle valve 72 is fully open. The arrangement of the 

20 throttle valve 72, gate valve 74, and turbo molecular 
pump 76 allow accurate and stable control of process 
chamber pressures from about 1 to 1 00 millitorr. 
[0027] The source plasma system 42 includes a top 
coil 78 and side coil 80, mounted on dome 50. A sym- 

25 metrical ground shield (not shown) reduces electrical 
coupling between the coils. Top coil 78 is powered by 
top RF source generator 82, while the side coil 80 is 
powered by side RF source generator 84, allowing in- 
dependent power levels and frequencies of operation 

30 for each coil. This dual coil system allows control of the 
radial ion density in process chamber 38, thereby im- 
proving plasma uniformity. Side coil 80 and top coil 78 
couple energy into the chamber 38 inductively. In a spe- 
cific embodiment, the top RF source generator 82 pro- 

35 vides up to about 5300 Watts or higher of RF power at 
nominally 2 MHz and the side RF source generator 84 
provides up to about 2300 Watts or higher of RF power 
at nominally 2 MHz. The operating frequencies of the 
top and side RF generators may be offset from the nom- 

w inal operating frequency (e.g., to 1.7-1.9 MHz and 
1.9-2.1 MHz, respectively) to improve plasma-genera- 
tion efficiency. 

[0028] The RF generators 82 and 84 include digitally 
controlled synthesizers and operate over a frequency 

45 range from about 1 .7 to about 2.1 MHz. Each generator 
includes an RF control circuit (not shown) that measures 
reflected power from the process chamber and coil back 
to the generator, and adjusts the frequency of operation 
lo obtain the lowest reflected power, as understood by 

50 a person of ordinary skill in the art. RF generators are 
typically designed to operate into a load with a charac- 
teristic impedance of 50£1 RF power may be reflected 
from loads that have a different characteristic imped- 
ance than the generator. This can reduce power trans- 

55 ferred to the load. Additionally, power reflected from the 
load back to the generator may overload and damage 
the generator. Because the impedance of a plasma may 
range from less than 5 CI to over 900 CI, depending on 
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the plasma: ion density among other factors,- and be- 
cause reflected power may be a function of frequency- 
adjusting the generator f requencyiaccording to) the reK?; 
fleeted power increases the power^transf eixed f rom the ( 
RF generator to the<plasma and protects.the generator s 
Another way.to reduce reflected power and improve ef-f 
ficiency is with a?matching network; 
[0029] Matching networks 89 and 90 match the output 
impedance of generators 82;and 84 with coils 78 ;and : 
80, respectively. The RF control circuit may tune both; w. 
matching networks by changing the value of capacitors;- 
within the matching networks to match the generator to. 
the load as the load changes. The RF control circuit may 
tune a matching network when the power reflected from 
the load back to the generator exceeds a certain limit. '5 
One way to provide a constant match, and effectively 
disable the RF control circuit from tuning theimatching 
network, is to set the reflected power limit above any 
expected value of reflected power. This may help stabi- 
lize a plasma under some conditions by holding the 20 
matching network constant at its most recent condition. 
[0030] The bias plasma system 44 includes an RF bi- 
as generator 86 and a bias matching network 88. The 
bias plasma system 44 capacitively couples, substrate 
receiving portion 66 to the body member 62, which act 25 
as complementary electrodes. The bias plasma system 
44 serves to enhance the transport of plasma species 
created by the source plasma system 42 to the surface 
of the substrate. In a specific embodiment/the RF bias 
generator 86 provides up to 5000 Watts of RF power at 30 
13.56 MHz. 

[0031] Other measures may also help stabilize a plas- 
ma. For example : the RF control circuit can be used to 
determine the power delivered to the load (plasma) and 
may increase or decrease the generator output power 35 
to keep the delivered power substantially constant dur- 
ing deposition of a layer. 

[0032] The gas delivery system 46 provides gases 
from several sources to the process chamber for 
processing the substrate via gas delivery lines 92 (only *o 
some of which are shown). Gases are introduced into 
the process chamber 38 through a gas ring 94, a lop 
nozzle 96, and a top vent 98. 

[0033] Referring to Figs. 8 and 9, first and second gas 
sources, 100a and 100b, and first and second gas flow *s 
controllers, 102a and 102b, provide gas to ring plenum 
104 in gas ring 94 via gas delivery lines 92 (only some 
of which arc shown). Gas ring 94 has a plurality of gas 
nozzles 106 and 108 (only two of which is shown) that 
provide a uniform flow of gas over the substrate. Nozzle so 
length and nozzle angle may be changed by changing 
gas ring 94. This allows tailoring the uniformity profile 
and gas utilization efficiency for a particular process 
within an individual process chamber. In a specific em- 
bodiment, the gas ring 94 has a total of twenty-four gas 55 
nozzles, twelve first gas nozzles 1 08 and twelve second 
gas nozzles 106. 

[0034] Gas ring 94 has a plurality of first gas nozzles 



108r(only one of which is shown), which in a preferred, 
embodiment are coplanar with, and shorter than, a plu- 
rality-, of second gas^nozzles 106. In one embodiment, 
firsfcgas, nozzles 108 receive one or more gases from 
body plenum. 1 10, and second gas nozzles 106 receive 
one or more gasesifrom. gas ring plenum 104. In some 
embodiments, it is desirable not to mix gases in the body 
plenum -1.1 O.and the gas ring plenum 104 before inject- 
ing the.gases into the process chamber 38, such as 
when. the first gas nozzles are used to deliver oxidizer 
gas and the second gas nozzles are used to r deliver 
source gas. In other embodiments, process gases may 
be mixed prior to injecting the gases into the process 
chamber 38 by providing apertures (not shown) be T 
tween body plenum ,1.10 and gas ring plenum 104. In 
one embodiment, third and fourth gas sources, 100c 
and100d, and third and fourth gas flow controllers, 102c 
and 102d, provide gas to body plenum via gas delivery 
lines 92. Additional valves, such as 112 (other valves 
not shown), may shut off gas from the flow controllers 
to the process chamber. 

[0035] In some embodiments, flammable, toxic, or 
corrosive gases, such as silane or nitrogen trifluoride, 
may be used. In these instances, it may be desirable to 
eliminate gas remaining in the gas delivery lines after a 
deposition. This may be accomplished using a three- 
way valve, such as valve 112, to isolate process cham- 
ber 38 from delivery line 92a, and to vent delivery line 
92a to vacuum foreline 114, for example. As shown in 
Fig. 8, other similar valves, such as 112A and 1 12B, may 
be incorporated on other gas delivery lines. Such three- 
way valves may be placed as close to process chamber 
38 as practical, to minimize the volume of the unvented 
gas delivery line (between the three-way valve and the 
process chamber). Additionally, two-way (on-off) valves 
(not shown) may be placed between a mass flow con- 
troller (MFC) and the process chamber or between a gas 
source and an MFC. 

[0036] Referring again to Fig. 8, the top nozzle 96 and 
top vent 98 allow independent control of top and side 
flows of the gases, which improves film uniformity and 
allows fine adjustment of the film's deposition and dop- 
ing parameters. The top vent 98 is an annular opening 
around the top nozzle 96 through which gas may flow 
into the process chamber from the gas delivery system. 
In one embodiment, the first gas source 1 00a is a silane 
source thai supplies gas nozzles 106 and lop nozzle 96. 
Source nozzle MFC 102a controls the amount of silane 
delivered to gas nozzles 106 and top nozzle MFC 120a 
controls the amount of silane delivered to top gas nozzle 
96. Similarly, two MFCs 102b and 120b may be used to 
control the flow of oxygen to both top vent 98 and first 
gas nozzles 108 from a single source of oxygen, such 
as source 100b. The gases supplied to top nozzle 96 
and top vent 98 may be kept separate prior to flowing 
the gases into process chamber 38, or the gases may 
be mixed in top plenum 1 12a before they flow into proc- 
ess chamber 38 . Separate sources of the same gas may 



7 



o 
o 

111 

i 



be used to supply viarious portions of t he process cham- 
ber: • r ■ - - • ■ ■ - - *• 1 
[0037] The 1 ' remote microwave-generated : plasma 
cleaning system 48 is provided to periodically elean>dep> 
ositiori ' residues-frorn process chamber components; 
The cleaning system includes a remote microwave* gen- 
erator 124 that creates- a plasma from a cleaning gas 
source 100e; such as fluorine, nitrogen trifluoride, or 
equivalents, in reactor cavity 426 The reactive species 
resulting from this plasma are conveyed -to process 
chamber 38 through cleaning gas feed port 128 via ap- 
plicator tube 130. The materials used to contain the 
cleaning; plasma (e,g., . cavity 126 and applicator tube 
130) should be resistant to- attack by the plasma. The 
distance between reactor cavity 126 and feed port 128 
should be kept as short as practical, as the concentra- 
tion of desirable plasma species may decline with dis- 
tance from reactor cavity 126. Generating the cleaning 
plasma in a remole cavity allows the use of an efficient 
microwave generator and does not subject process 
chamber components to the temperature, radiation, or 
: bombardment of the glow discharge that may be present 
in an in situ plasma. Consequently, relatively sensitive 
components, such as the electrostatic chuck 68, do not 
need to be covered with a dummy wafer or otherwise 
protected, as may be required with an in situ plasma 
cleaning process. During the cleaning process, or other 
processes, the gate valve 74 may be closed to isolate 
the turbomolecular vacuum pump 76 from the process 
chamber. In this configuration, the foreline 1 1 4 provides 
a process vacuum generated by remote vacuum 
pumps, which are typically mechanical vacuum pumps. 
Isolating the turbomolecular pump from the process 
chamber with the gate valve protects the turbomolecular 
pump from corrosive compounds or other potentially 
harmful effects resulting from the process chamber 
clean or other processes. 

[0038] A system controller 132 regulates the opera- 
tion of system 36 and includes a processor 1 34 in elec- 
trical communication therewith to regulate the opera- 
tions thereof. Typically, the processor 134 is part of a 
single-board computer (SBC) : that includesanalog and 
digital in pul/oulpul boar da , inlet face boar da and stepper 
motor controller boards. Various uompononln of llm 
C VD system 36 conform to the Versa Modular European 
(VM E) standard, which defines board, card cage, as well 
as connector type and dimensions. The VME standard 
also defines the bus structure as having a 16 bit data 
bus and a 24-bit address bus. The processor 134 exe- 
cutes system control software, which is a computer pro- 
gram stored in a memory 136, electronically coupled to 
the processor 134. Any type of memory device may be 
employed, such as a hard disk drive, a floppy disk drive, 
a card rack or a combination thereof. The system control 
software includes sets of instructions that dictate the 
timing, mixture of gases, process chamber pressure, 
process chamber temperature, microwave power lev- 
els, pedestal position, and other parameters of a partic- 



ular process, discussed more fully below with respect to , . 
Fig: 11, v , ■■ w . - ; ■,. 

[0039] ; Ref erring to Fig.* 1.0;, the interface between a. 
user* and thesproeessottl 34 is viasa^GRT monitor^ 38. 1 

5 and light pen 1 40 In the preferred embodiment two rnon-i : 
itors 138 and 138* are^usedreach having a light pen as- 
sociated therewith, 140iandi140', respectively. One of 
the monitors 138 is mounted in a clean room wall 144 
for the operators and the other behind the wall, for the 

10 service technicians. TheoCRT monitors 138 and -138' 
may simultaneously display .the same information, but 
only one of the light pens 140 and 140* is enabled for 
data input during any given time. Were light pen 140 em- 
ployed to communicate with the processor 134, an op- 

15 erator would place the same on the screen of the CRT 
monitor 138. A light sensor, (not shown) located aUhe . 
tip of the lightpen 140 detects light emitted by the CRT 
monitor 138. To select a particular screen or function, 
the operator touches a designated area of the CRT mon-. 

20 itor 138 and pushes a button (not shown) on the light 
pen 140. The touched area provides a visual response, 
such as a change in color, or a new menu or screenibe- 
ing displayed, confirming communication between the 
light pen 140 and the CRT monitor 138. Other input de- 

25 vices, such as a keyboard, mouse, or other pointing or 
communication device, may be used instead of or in ad- 
dition to the light pen 1 40 to allow the user to communi- 
cate with the processor 1 34. 

[0040] The process for depositing the film can be im- 

30 plemented using a computer program product that is ex- 
ecuted by the processor 134. The computer program 
code can be written in any conventional computer read-, 
able programming language, for example, 68000 as- 
sembly language, C, C++, Pascal, Fortran or others. 

35 Suitable program code is entered into a single file, or 
multiple files, using a conventional text editor, and 
stored or embodied in a computer usable medium, such 
as the memory 136, shown in Fig. 8. If the entered code 
text is in a high level language : the code is compiled, 

40 and the resultant compiler code is then linked with an 
object code ot precompiled Windows™ .library routines. 
To execule the linked, compiled object code the system 
user invokes the object code, onuRinn the processor 1 34 
Ui ItiHtl iliiMJiKJii in the memory 136. The processor 104 

45 then reads and executes the code to perform the tasks 
identified in the program. 

[00411 hig. 11 shows an illustrative block diagram of 
the hierarchical control structure of system control soft- 
ware 1 46. A user enters a process set number and proc- 

so ess chamber number Into a process selector subroutine 
148 in response to menus or screens displayed on the 
CRT monitor by using the light pen interface. The proc- 
ess sets are predetermined sets of process parameters 
necessary to carry out specified processes, and are 

55 identified by predefined set numbers. Process selector 
subroutine 148 identifies (i) the desired process cham- 
ber in a multichamber system, and (ii) the desired set of 
process parameters needed to operate the process 
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chamberfor performing the desired process. The proc- 
ess parameters for performing aspecifiaprocess.relate 
to process conditions such as, for example, process gas 
composition and* flow; rates,* temperature, pressure, 
plasma conditions such as RF power-levels, and proc- 
ess chamber dome temperature, and are provided to the 
user in the form of a recipe. Theiparameters specified 
by the recipe are entered utilizing the light pen/CRT 
monitor interface. 

[0042] The signals for monitoring the process are pro- 
vided by the analog input and digital input boards of the 
system controller and the signals for controlling the 
process are output on the analog output and digital out- 
put boards of the system controller 
[0043] A process sequencer subroutine 150 compris- 
es program code for accepting the identified process 
chamber and set of process parameters, from the proc- 
ess selector subroutine 148, and for controlling opera- 
tion of the various process chambers. Multiple users can 
enter process set numbers and process chamber num- 
bers, or a user can enter multiple process set numbers 
and process chamber numbers, so sequencer subrou- 
tine 150 operates to schedule the selected processes 
in the desired sequence. Preferably, sequencer subrou- 
tine 150 includes a program code to perform the steps 
of (i) monitoring the operation of the process chambers 
to determine if the process chambers are being used, 
(ii) determining what processes are being carried out in 
the process chambers being used, and (iii) executing 
the desired process based on availability of a process 
chamber and type of process to be carried out. Conven- 
tional methods of monitoring the process chambers can 
be used, such as polling. When scheduling which proc- 
ess is to be executed, sequencer subroutine 1 50 can be 
designed to take into consideration the present condi- 
tion of the process chamber being used in comparison 
with the desired process conditions for a selected proc- 
ess, orthe"age M of each particular user entered request, 
or any other relevant factor a system programmer de- 
circeto includo for determining scheduling priorities. 
[0044] After sequencer subroutine 150 determines 
which process chamber and process set combination is 
going to be executed ncxl, sequencer subroutine 150 
causes execution of the process set by passing the par- 
ticular process set parameters to process chamber 
manager subroutines 152, 154 and 156, which control 
multiple processing tasks in process chamber 38 and 
possibly other process chambers (not shown) according 
to the process set determined by sequencer subroutine 
150. 

[0045] Examples of process chamber component 
subroutines are substrate positioning subroutine 158, 
process gas control subroutine 160, pressure control 
subroutine 162, plasma control subroutine 164, and 
temperature control subroutine 1 65. Those having ordi- 
nary skill in the art will recognize that other process 
chamber control subroutines can be included depend- 
ing on what processes are desired to be performed in 



process chamber 38, In operation, process chamber 
manager subroutine 152 selectively schedules or calls 
the process component subroutines in accordance .with 
the particular process set being executed. Scheduling 

5 by process chamber ? manager subroutine 152 is, per- 
formed in a manner similar to that used by sequencer 
subroutine 150 in scheduling which process chamber 
and process set to execute. Typically, process chamber 
manager subroutine 152 includes steps of monitoring 

10 the various process chamber components, determining 
which components need to be operated based on the 
process parameters for the process set to be executed, 
and causing execution of a process chamber compo- 
nent subroutine responsive to the monitoring and deter- 

'5 mining steps. 

[0046] Referring to both Figs. 8 and 11, in operation 
the substrate positioning subroutine 158 (Fig. 11) com- 
prises program code for controlling process chamber 
components that are used to load the substrate 54 onto 

20 substrate support number 68 (Fig. 8). The substrate po- 
sitioning subroutine 158 may also control transfer of a 
substrate into process chamber 38 from, e.g., a PECVD 
reactor or other reactor in the multichamber system, af- 
ter other processing has been completed. 

25 [0047] The process, gas control subroutine 160 has 
program code for controlling process gas composition 
and flow rates. Subroutine 1 60 controls the open/close 
position of the safety shut-off valves, and also ramps up/ 
down the mass flow controllers to obtain the desired gas 

30 flow rates. All process chamber component subrou- 
tines, including process gas control subroutine 1 60, are 
invoked by process chamber manager subroutine 152. 
Subroutine 160 receives process parameters from proc- 
ess chamber manager subroutine 1 52 related to the de- 

35 sired gas flow rates. 

[0048] Typically, process gas control subroutine 1 60 
operates by opening the gas supply lines, and repeat- 
edly (i) reading the necessary mass flow controllers, (ii) 
comparing the readings to the desired flow rates re- 

40 ceived from process chamber manager subroutine 1 52 , 
and (iii) adjusting the flow rates of the gas supply lines 
as necessary. Furthermore, process gas control subrou- 
tine 160 may include steps for monitoring the gas flow 
rates for unsafe rates, and activating the safety shut-off 

^5 valves when an unsafe condition is detected. 

[0049] In some processes, an inert gas is flowed into 
process chamber 13 to stabilize the pressure in the 
process chamber before reactive process gases arc in- 
troduced into the process chamber. For these process- 

so es, the process gas control subrouline 160 is pro- 
grammed to include steps for flowing the inert gas into 
process chamber 38 for an amount of time necessary 
to stabilize the pressure in the process chamber. The 
above-described steps may then be carried out. 

55 [0050] Additionally, when a process gas is to be va- 
porized from a liquid precursor, for example, tetraethyl- 
oxysilane (TEOS), the process gas control subroutine 
160 may include steps for bubbling a delivery gas such 
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as helium through the liquid precursor in a bubbler as- 
sembly or for introducing the helium to a liquid injection 
valve. For this type of process, the process gas control 
subroutine 160'regulates the flow 'of the delivery gas; 
the pressure in the bubbler, and thebubblertemperature 
to obtain the desired process gas flow rates. As dis- 
cussed above, the desired process gas flow rates are 
transferred to process gas control subroutine 160 as 
process parameters. 

[0051] Furthermore, the process gas control subrou- 
tine 160 includes steps for obtaining the necessary de- 
livery gas flow rate, bubbler pressure, and bubbler tem- 
perature for the desired process gas flow rate by ac- 
cessing a stored table containingthe necessary values 
for a given process gas flow rate. Once the necessary 
values are obtained, the delivery gas flow rate, bubbler 
pressure and bubbler temperature are monitored, com- 
pared with the necessary values and adjusted accord- 
ingly. 

[0052] The process gas control subroutine 160 may 
also control the flow of heat-transfer gas, such as helium 
(He), through the inner and outer passages in the wafer 
chuck with an independent helium control (IHC) subrou- 
tine (not shown). The gas flow thermally couples the 
substrate to the chuck. In a typical process, the wafer is 
heated by the plasma and the chemical reactions that 
form the layer, and the He cools the substrate through 
the chuck, which may be water-cooled. This keeps the 
substrate below a temperature that may damage preex- 
isting features on the substrate. 
[0053] Pressure control subroutine 1 62 includes pro- 
gram code for controlling the pressure in process cham- 
ber 38 by regulating the size of the opening of throttle 
valve 72 in the exhaust portion of the process chamber. 
There are at least two basic methods of controlling the 
process chamber with the throttle valve. The first meth- 
od relies on characterizing the process chamber pres- 
sure as it relates to, among other things, the total proc- 
ess gas flow, size of the process chamber, and pumping 
capacity The first method sets throttle valve 72 to a fixed 
position. Setting throttle valve 72 to a fixed position may 
eventually result in a steady-state pressure. 
[0054] Alternatively, the process chamber pressure 
may be measured with a manometer, for example, and 
throttle valve 7? position may be adjusted according to 
pressure control subroutine 162, assuming the control 
point is within the boundaries set by gas flows and ex- 
haust capacity. The former method may result in quicker 
process chamber pressure changes, as the measure- 
ments, comparisons, and calculations associated with 
the latter method are not invoked. The former method 
may be desirable when precise control of the prococe 
chamber pressure is not required, whereas the latter 
method may be desirable when an accurate, repeata- 
ble, and stable pressure is desired, such as during the 
deposition of a layer. 

[0055] When pressure control subroutine 1 62 is in- 
voked, the desired (or target) pressure level is received 



as a parameterfrom process chamber managersubrou- 
tine 152. Pressure control subroutine 162 operates to,) 
measure the pressure in- process chamber 38 by read- 
ing one or more conventional pressure manometers 

5 connected to the process chamber, compare the meas-, . 
ure value(s) with;the target pressure; obtain proportion- 
al, integral; and differential (PID) values from a stored 
pressure table corresponding to the target, pressure, 
and.adjust throttle valve 72 according to the PID values 

10 obtained from the pressure table. Alternatively, pressure . 
control subroutine 162 may open or close throttle valve / 
72 to a particular opening size to regulateJhe pressure 
in process chamber 38 to a desired pressure or pressure 
range. . 

15 [0056] The plasma control subroutine 1 64 comprises 
program code for controlling the frequency and poyver 
output setting of RF generators 82 and 84, and for tuning 
matching networks 88 and 90. The temperature control 
subroutine 1 65 comprises program code for controlling 

20 the temperature inside the process chamber 38. Plasma 
control subroutine 164 and temperature control subrou- 
tine 1 65, like the previously described process chamber 
component subroutines, are invoked by process cham- 
ber manager subroutine 152. An example of a system 

25 which may incorporate some or all of the subsystems 
and routines described above would be an Ultima Sys- 
tem, manufactured by Applied Materials, configured to 
practice the present invention. 

30 ill. Exemplary Structure 

[0057] Fig. 12 illustrates a simplified cross-sectional 
view of an integrated circuit 1 66 incorporating features 
of the present invention. As shown in Fig. 1 2, integrated 

35 circuit 166 includes NMOS and PMOS transistors 168 
and 170, which are separated and electrically isolated 
from each other by a shallow trench 1 72. Each transistor 
168 and 170 comprises a source region 174, a gate re- 
gion 176, and a drain region 178. A field oxide region 

40 1 79 is formed above the shallow trench 1 72, source re- 
gion 174, and drain region 178. 
[0058] A premetal dielectric layer 1 80 separates tran- 
sistors 168 and 170 from a metal layer 182, with con- 
nections between metal layer 182 and the transistors 

45 made by contacts 184. The metal layer 182 is one of 
four metal layers, 182, 186, 188 and 190, included in 
integrated circuit 166. bach metal layer 182, 186, 188 
and 190 is separated from adjacent metal layers by re 
spective inteirnetal dielectric layers 192, 194 and 196, 

50 and may be formed by processing steps euch a© alumi- 
num depocition and patterning. Adjacent metal layers 
are connected at selected openings by vias 198. Depos- 
ited over metal layer 1 90 are planarized passivation lay- 
ers 200. 

55 [0059] The simplified integrated circuit 1 66 is for illus- 
trative purposes only. One of ordinary skill in the art 
could implement the present method for fabrication of 
other integrated circuits such as microprocessors, ap- 
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pUcation^specrfic integrated : circuits (ASICs),, memory 
devices? and theMike: Additionally^ the method of the 
present;invention;mayibe^used in the fabrication of .in- 
tegrated circuits using; other technologies such as BiG- 
MOS, NMOS, bipolar, and others. . 5 

IV. In-Sftu Deposition-Etch 

[0060] Referring to both Figs. 8, 13, and 14; the meth- 
od of the present-invention may be employed to deposit 10 
a gap-fill layer on the substrate 210 (Fig. 13) having a 
trenchvmask 212 positioned in the HDP-CVD system 
(Fig; 8) tofill a trench 21 4. The trench 214 is typically a 
shallow trench with an aspect ratio of about 3:1 or more - 
arid a : depth of about 1 m or less, with the aspect ratio 1$ 
being defined as the depth of the trench 214, H, divided 
by its width W. The method includes a step 21 8 (Fig. 1 4) 
during which the substrate 21 0 is positioned in the proc- 
ess chamber 38 proximate to the plasma processing re- 
gion 52. Subsequent to step 21 8, an inert gas is flowed 20 
into the process chamber 38, during step 220, as shown 
in Fig. 14. The aforementioned inert gas typically com- 
prises a flow of argon gas, Ar. Examples of other suitable 
inert or non-rcactivc gases include helium and hydro- 
gen. After the inert gas is introduced into the process 25 
chamber 38, a plasma is struck at step 222. The plasma 
from the inert gas heats the substrate 210. When the 
substrate 210 reaches a predetermined temperature, 
which is typically the temperature at which deposition of 
the trench-fill layer is to take place, the plasma is termi- 30 
nated (step 224). 

[0061] Following step 224, a deposition gas is intro- 
duced into the process chamber 38 without plasma ex- 
citation; at step 226. The deposition gas includes,for 
example, a silicon source gas, such as silane gas, SiH 4 , 35 
and an oxygen source gas, such as molecular oxygen 
gas, 0 2 . During step 226, the flow rate of argon is pref- 
erably substantially lower than the flow rates of the sili- 
con and oxygen source gases. In one example, the ar- 
gon flow rate is in the range of abuul 0-40 scum. The *o 
flow rate of the silane gas is in the range of about 60-70 
seem, and the oxygen gas is flowed into the process 
chamber at a flow rate in the range of about 120-140 
seem. 

[0062] A plasma is formed at step 228 by the RF 
source generators 82 and 84 and the RF bias generator 
86 creating an RF field in the plasma processing region 
52 (Fig. 8). The RF bias generator 86 typically has a 
frequency ol about 13.56 MHz and a power level ol 
about 2000-3600 WattB Tho RF source generatora fi.? no 
and 84lypically employ a Irequency of about 2 MHz. For 
a 200-mm substrate having a substrate area of 31 4 cm 2 , 
the combined power level of the RF source generators 
82 and 84 is at least about 4700 Watts and more desir- 
ably at least about 5600 Watts, producing a total source 55 
plasma power density of at least about 15 Watts/cm 2 , 
and more desirably at least about 1 7.8 Watts/cm 2 . The 
top power level of the top generator 82 produces a top 



power density, and the side power level of the side gen- 
erator 84 prpduces r a side^power density. The ratio of 
the top power density and the side power density is at 
least about 1 .5. In a specific embodiment, the top power 
density is about 13.7 Watts/cm 2 to about 16.9 Watts/cm 2 
(top power level of about 4300-5300 Watts), and the side 
power density is about 4.1 Watts/cm 2 to about 7.6 Watts/ 
cm 2 (side, .power level o| about 1300-2300 Watts). The 
bias, power density f is about*6.4-1 1.2 Watts/cm 2 . Typi- 
cally, the: pressure of. the atmosphere in the process 
chamber is maintained between about 2 and 10miilitorr, 
with 4-5. millitorr being the preferred pressure range. 
[0063] The higher source RF power density breaks 
the process gases . into higher ion components. For in- 
stance,: SiH + , SiH 2 + , and SiH 3 + ion components are gen- 
erated from SiH 4 in the chamber. This produces a higher 
ion density, plasma in the* chamber^and generates a 
more directional plasma that facilitates gap fill with re- 
duced void formation and with superior gap-filling char- 
acteristics even for very aggressive gaps having aspect 
ratios of about 3;1 to 4:1 and higher. The concentration 
of the source RF power density above the gaps produc- 
es a more uniform deposition of the gap-fill layer over 
the substrate. 

[0064] During step 228, the dielectric layer 225 is de- 
posited over substrate 210 and mask layer 21 2 to fill the 
gap 214 (shown in Fig. 15) and is concurrently etched 
by the reactive plasma species, i.e., ions formed from 
the argon gas and oxygen gas. The source component 
of the plasma generates the energy that is primarily re- 
sponsible for the dissociation of the atoms and mole- 
cules of the process chamber gases into a plasma, and 
the bias component of the plasma moves the plasma 
species to and from the surface of the dielectric layer 
being deposited. The bias component creates the pri- 
mary force that conveys deposition ions to the dielectric 
layer surface for combination therein and sputtering 
thereof. 

[0065] Selecting the proper gas mixture and respec- 
tive flow rates is important to produce plasma species 
having selected sputtering energy that avoids or mini 
mizes clipping of the trench mask. Some sputtering gas- 
es such as argon generate high energy ions that sputter 
the trench mask at a substantial rate relative to the sput- 
ter rate of the dielectric trench-fill material. The flow rate 
of such sputtering gases should be controlled relative to 
those of other process gases to reduce trench mask 
sputtering. The flow rate of the inert gas may adji isted 
ut step 23U il desired to optimize deposition rato with 
minimal trench mask sputtering. For instance, the con- 
centration of the inert gas can be mlniml?ed Initially to 
reduce trench mask sputtering and increased over time 
to increase the overall deposition rate. In an alternative 
embodiment, the concentration of the inert component 
such as argon is about 0%. Instead, oxygen gas can be 
used to generate oxygen ions for sputtering silicon di- 
oxide dielectric material with substantially no sputtering 
of silicon nitride mask. Although the method has been 
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described for STI. the present invention can be used for : 
other applications iricluding lMD, PMD. etc\ • 

IV/ Experimerits and Test Results ^ 

[0066] The following Experimental examples are used 
to illustrate the advantages of the present ihvention in 
the dielectric film quality when different aspects of the 
methods described above are used fbrfilling gaps iri.STI 
and IMD applications. The examples were undertaken 
using a CVD chamber, and in particular, an Ultima HDP- 
CVD chamber (sized for a 200-mm substrate) fabricated ■ 
and sold by Applied Materials; Inc., Santa Clara, Calk 
fornia. The chamber size varies with the substrate size 
as known to those of skill in the art. For experiments 
involving 200-mm substrates, the chamber has a vol- 
ume of about 30 liters or 30,000 cm 3 . The STI experi- 
ments employed silicon substrates which had shallow 
trenches disposed between islands covered by a silicon 
nitride trench-mask layer. The trenches were filled by 
flowing a process gas including SiH 4 , 0 2 , and Ar into 
the CVD chamber to deposit a silicon dioxide layer on 
the substrate. For IMD applications, metal lines includ- 
ing materials such as TIN, Al, and USG were formed on 
a silicon substrate with gaps between the metal lines to 
be filled. 

[0067] In the STI examples shown in Figs. 16-19, typ- 
ical process parameters for deposition include a cham- 
ber pressure of about 4-10 mil litorr, a chamber temper- 
ature of greater than about 550°C and less than about 
760°C, a bias RF power of 3500 Watts producing a bias 
power density of 11.2 Watts/cm 2 , an SiH 4 flow rate of 
about 64 seem, am 0 2 flow rate of about 128 seem, and 
an Ar flow rate of 0-40 seem. 

[0068] The SEM cross-sectional views of Figs. 16 and 
17 illustrate the effect of source RF power density on 
the gap-filling characteristics of a silicon dioxide gap-fill 
layer formed over shallow trenches in a substrate 300. 
In Fig. 16, the gap-fill layer 302 was deposited over 
trenches having a width of about 0.17 \ur\ and an aspect 
ratio of 3.0:1 employing a side RF source power density 
of 2.0 Watts/cm 2 and a top RF source power density of 
5.4 Watts/cm 2 . The D/S (deposition to sputter) ratio was 
3.5. Al this relatively low source RF power density, a void 
was observed in the gap-fill layer even though the power 
concentration was shifted to the top. No clipping of the 
trench mask layer 304 was observed. 
[0069] By increasing the source RF power density to 
a side RF source power density of 4.1 Watts/cm 2 and a 
top RF source power density of 10.8 Watts/cm 2 , a void- 
free gap fill layer 31 0 was formed for an even more ag- 
gressive trench having a width of about 0.16 p.m and an 
aspect ratio of 3.3:1 on a substrate 312 with no clipping 
of the trench mask layer 314, as illustrated in Fig. 17. 
The D/S ratio was 4.5. The other process conditions 
were substantially the same as those used in the exam- 
ple of Fig. 16. 

[0070] The SEM cross -sectional views of Figs. 1 8 and 



19/were obtained for Frenches having a widthcof about . 
0.12 tim and a very high^aspect ratio of 4.2:1. Th exp- 
ositions were carried but using a side RF.souree;power 
density of; 5.^7iWatts/cm 2 i:arid.a top' RF source power 

5 density of 15.3 Watts/cm 2 . In Fig. 18, a 20-second sub- 
strate heating in argon was performed prior to introduc- 
ing the process gases for depositing the gapff ill. layer. 
The process gases that were introduced into the cham- 
ber -were given about 6 seconds to further reduce tranr 

10 sient effects before a plasma was formedfto deposit the 
gap-fill layer; The example in Fig. 19 involved a 60rsec- 
ond substrate heating in argon and a 6-second period 
of process gas flow into the chamber prior to deposition 
in plasma. In" both cases, substrate heating was carried 

15 out in argon with a side RF source power density of 5:7 
Watts/cm 2 arid a top RF source power density of 15.3 
Watts/crri 2 . The ratio of the top to side RF source power 
densities was 2.67. The D/S ratio was 4:5 in both exam- 
ples; During deposition, the argon level is reduced to 

20 about 0-1 0%, by volume. Voids were formed in the gap- 
fill layer 320 on the substrate 322 in Fig. .18 with no clip- 
ping of the trench mask layer 324. No void was found in 
the gap-fill layer 330 on the substrate 332 in Fig. 1 9, and 
no clipping of the trench mask layer 334 was observed. 

25 Void-free gap fill was achieved even for very aggressive 
gaps by raising the source RF power densities and pro- 
viding adequate substrate heating to reduce transient 
effects prior to deposition. 

[0071] For STI, a reduced level of inert gas such as 
30 argon is desirable. Reducing the amount of the inert gas 
decreases sputtering, thereby reducing the problem of 
clipping of the trench mask layer or other circuit ele- 
ments. A decrease in sputtering also reduces redeposi- 
tion of sputtered material and void formation resulting 
35 therefrom. The amount of the inert gas component in 
the process gas is desirably less than about 40%, by 
volume for obtaining superior gap-filling characteristics. 
In a specific embodiment, the amount of the inert gas 
component is about zero. Note that the trenches in the 
40 examples shown in Figs. 1 6-20 have side walls that are 
at least substantially vertical near the opening of the 
trenches, and are more difficult to fill than trenches with 
tapered side walls. 

[0072] Figs. 20-22 show examples of forming IMD lay- 
45 ers over gaps having a width of 0.2 ujti and a height of 
0.6 um Typical process parameters for deposition in- 
clude a chamber pressure of about 4-10 millitorr, a 
chamber temperature of greater than about 330°C and 
less than about 420°C, a bias RF power of 3500 Watts 
so producing a bias power density of 11.2 Watts/cm 2 , a 
SiH 4 flow rate of about 87 seem, an 0 2 flow rate of about 
126 seem, and an Arflow rate of 0-126 seem. 
[0073] In Fig. 20, the experiment used a side RF 
source power density of 4.1 Watts/cm 2 and a top RF 
55 source power density of 9.9 Watts/cm 2 . The Ar flow rate 
* was 1 26 seem. Large voids were formed in the IMD layer 
340 between the metal lines 342 on the substrate 344. 
In Fig. 21 , the side RF source power density was raised 
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to 5.7 Watts/cm 2 and the top RF source power density 
was raised to 15.3 Watts/cm 2 : while the Ar flow rate re- 
mained 126 seem. No void was formed in the IMD layer 
350 between metaMines 352 on the substrate 354nThe 
shift of power density to the top above the gaps produc- 
es a more.uniform deposition overthe substrate: in Fig. 
22, the Ar flow rate was reduced: to zero, while the side 
and top RF source power densities were maintained at 
57 Watts/cm 2 and 15.3 Watts/cm 2 , respectively. Small 
voids were found in the IMD layer 360 between the metal 
lines 362 on the substrate 364 when argon was elimi- 
nated from the process gas. The voids in Fig. 22 were 
significantly smaller than the voids in Fig. 20. 
[0074] The SEM cross-sectional views of Figs. 20-22 
illustrate that the use of higher source RF power density 
generates a higher ion density plasma and more direc- 
tional deposition to achieve improved gap fill, and the 
shift of power density to the top above the gaps produc- 
es a more uniform deposition of. the IMD layer. Unlike 
STI, clipping of the metal lines is not a problem in IMD 
applications. Therefore, the amount of the inert gas such 
as argon need not be minimized to avoid clipping. The 
presence of argon is advantageous.during deposition of 
the IMD layers because it increases the ion density plas- 
ma, resulting in a more directional deposition for im- 
proved gap fill. The benefits of an increased ion density 
plasma offset any potential problems with redeposition 
of sputter material. 

[0075] As seen from the above discussion , the use of 
a higher source plasma power density generates a more 
directional deposition with superior gap-filling character- 
istics in both the STI and IMD examples. The shift of the 
concentration of the source plasma power density to the 
top above the gaps produces a more uniform deposition 
of the gap-fill layer from the center to the> edge of the 
substrate. 

[0076] The higher source plasma power density caus- 
es a more directional plasma oriented toward the gaps 
for improved gap fill. As a result, less reliance on sput- 
tering is needed to achieve void-free gap fill, such that 
the likelihood of clipping is reduced and the L)/S ratio 
can be increased from about 2.8-3.3 to about 3.5-6.0. 
[0077] Heating the substrale in an inert gas plasma 
and flowing the process gas into the chamber until it 
reaches steady state or equilibrium before striking a 
plasma to deposit the gap-fill layer produce superior 
gap-filling characteristics in the deposited layer. Re- 
deposition of sputtered material is less likely to occur at 
higher temperatures. Heating the substrate to a high 
temperature priorto deposition and maintaining the high 
temperature with the increased source RF power den- 
sity during deposition are believed to reduce the likeli- 
hood of redeposition as well as to generate a higher ion 
density plasma. Consequently, the gap-fill layer that is 
formed is more uniform with little or no voids. 
[0078] It is to be understood that the above descrip- 
tion is intended to be illustrative and not restrictive. Many 
embodiments will be apparent to those of skill in the art 



upon reviewing the above description. By way of exam- 
ple, the inventions herein have been illustrated primarily 
with regard to STI and IMD applications, but they are 
not so limited. For instance, the use of increased source 

5 RF power density with higher concentration at the top 
can be used to deposit more uniform PMD layers as well 
phosphosilicate glass (PSG) gap-fill layers having phos- 
phorus dopants or other doped silicon layers. The scope 
of the invention should, therefore, be determined not 

10 with reference to the above description,, but instead 
should be determined with reference to the appended 
claims along with their full scope of equivalents. 



15 Claims 

1. A method for depositing a layer on a surface of a 
substrate having a trench and being disposed in a 
process chamber, the substrate having a side edge 
20 generally surrounding the surface, the method com- 
prising: 

flowing a process gas into the process cham- 
ber, the process gas including silicon, oxygen, 

25 and an inert component, the concentration of 

the inert component in the process gas being 
less than 40%, by volume; and 
forming a plasma in the process chamber to de- 
posit the layer on the surface of the substrate 

30 and fill the trench, the forming step including 

coupling source plasma energy into the proc- 
ess chamber at a total power density of at least 
15 Watts/cm 2 . 

35 2. The method of claim 1 wherein the total power den- 
sity is at least 17.8 Watts/cm 2 . 

3. The method of claim 1 wherein the concentration of 
the inert component in the process gas is less than 

40 15%, by volume. 

4. The method of claim 1 wherein the concentration of 
the inert component in the process gas is close to 

0%, 

45 

5. The method of claim 1 wherein the process gas 
comprises silane, oxygen, and argon. 

6. The method of claim 1 wherein the process gas f ur- 
50 ther comprises at least one dopant. 

7. The method of claim 1 wherein the surface of the 
substrate has an area of 314 cm 2 , and wherein the 
energy is coupled into the process chamber induc- 
es tively at a total power level of at least 4700 Watts. 

8. The method of claim 1 further comprising, prior to 
flowing the process gas into the process chamber 
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and forming the plasma in the process chamber to 
deposit the layer on the surf ace of the substrate, the 
steps of: 

introducing an inert gas into the process cham- 
ber; 

forming a plasma in the process chamber to 
heat the substrate to a preset desired temper- 
- ature; and 
terminating the plasma upon reaching the pre^ 
set desired temperature for the substrate/ 

9. The method of claim 8 wherein the process gas is 
flowed into the process chamber without plasma ex- 
citation for a preset period of time prior to forming 
the plasma in the process chamber to deposit the 
layer on the surface of the substrate. 

10. The method of claim 9 wherein the process gas is 
flowed into the process chamber without plasma ex- 
citation until the process gas flow and distribution 
achieve a generally steady state in the process 
chamber. 

11. The method of claim 8 wherein the preset desired 
temperature is at least substantially equal to the 
temperature of the substrate during deposition of 
the layer on the surface of the substrate. 

12. A method for depositing a layer on a surface of a 
substrate having a trench and being disposed in a 
process chamber, the method comprising: 

introducing an inert gas into the process cham- 
ber; 

forming a plasma in the process chamber to 
heat the substrate to a preset desired temper- 
ature; 

terminating the plasma upon reaching the pre- 
set desired temperature for the substrate; 
flowing a process gas into the process chamber 
without plasma excitation until the process gas 
flow and distribution achieve a generally steady 
state in the process chamber; and 
forming a plasma in the process chamberto de- 
posit the layor on the eurfaco of tho substrate 
and fill the trench. 

13. The method of claim 12 wherein the preset desired 
temperature is at Icaet 300°C. 

14. The method of claim 1 or 12 wherein the preset de- 
sired temperature is at least 550°C, preferably 
600-760°C. 

15. The method of claim 12 wherein the process gas 
comprises silicon, oxygen, and an inert component, 
the concentration of the inert component in the 



process gas being less than 40%, by volume; 

16. The method of claim 12 wherein the step of forming ; 
the plasma in the process chamber to deposit the 
5 layer on the surface of the substrate and fill the 
trench includes coupling source plasma energy into 
the process chamber at a total power density of at 
least 15 Watts7cm 2 , 

10 17. The method of claim 1 or 16 wherein the energy is 
coupled into the process chamber by coupling a top 
RF power source at a top RF power level with a top 
portion of the process chamber above the surface 
of the substrate to produce a top power density ; and 

15 coupling a side RF power source at a side RF power 
level with a side portion of the process chamber 
generally surrounding a side edge of the substrate 
around the surface of the substrate to produce a 
side power density, the total power density being 

20 equal to the sum of the top power density and the 
side power density. 

18. The method of claim 17 wherein the top RF power 
source comprises a top coil being powered at the 

25 top RF power level and the side RF power source 
comprises a side coil being powered at the side RF 
power level. 

1 9. The method of claim 1 7 wherein the top power den- 
30 sity and the side power density have a ratio of at 

least 1 .5 ; preferably at least 2 and less than 4. 

20. The method of claim 1 7 wherein the top power den- 
sity is at least 13.7 Watts/cm 2 and the side power 

35 density is at least 4.1 Watts/cm 2 . 

21 . The method of claim 20 wherein the top power den- 
sity is less than.1 6.9 Watts and the side power den- 
sity is less than 7.6 Watts/cm 2 . 
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A substrate processing system comprising a hous- 
ing defining a process chamber; an RF plasma sys- 
tem in communication with the process chamber to 
position a plasma therein; a gas delivery system in 
fluid communication with the process chamber; a 
controller for regulating the RF plasma system and 
the gas delivery system; and a memory coupled lo 
the controller comprising a computer-readable me- 
dium having a computer-readable program embod- 
ied therein for directing operation of the controller, 
to carry out the steps recited in any of the preceding 
claims. 
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